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1KB] V*- h • r- h 

h BttttJf 3 6 £UJ£ L, *Cgitty- h 3 8 
1-*o ->'J fJI 3 6 li, ^7->* A • v>; ^- I- & 

KJ: •ifct^lKt©^ fc/*U 5/»J*— h • 




1 

iti^ty^, &«±K»&&S i *®fcUU 10 
S i SiBUKIl o£JR£JI*U 

[«*«3] utris&js ->•;*•- vmmm* 

tizX^x, mfo±K'J,-t£ < t fcgB53-fi*Uz®tfb2*i.*:if 20 

g*s * & -f mm. -c t - - * i- * c t * ^ $ * i t i # s& 
mmz-t&z t&t>&* z bi#m±-t& m*m3 hie 

L, 40 

£UJ&1-&; t*«i: t l KfE 

-> 'j -jr — h =&^»i- * ^ t -7 ^Attfktt t -> 3 

[«*JI9). MIES i *ffiicfflfl-W»ca5c*it/:*« 



^S^F 1 1 - 1 3 5 7 7 4 
2 

JMS A v >J 3 + > * t , 

frIE^ + >^^fU*H*^t>ti.^^Sv'J *~ h • 

K s^y-VA ■ ->'; *r- 9 >9>V • v'J jr - 

[0 0 0 1] 
[0 0 0 2] 

Zlter'sl'i Alt, 0-Bl,z4sm<D^^XX'm&^ti, 1 
[0 0 0 3] h 7 v^J OlSlt®.0 f SSSi£«i^'g:^««l 

> ^ o8/fMH-r*^>o h y y V* 9 \za 

•v l 2 oo^tijSr-f^o >*;v l 2 0(±®^ 

1 4 0 t KU"f > 1 6 0 t \Z&mZti, V- 
^1 40t Kl"f >1 60 bnmizQ&.om.tf-fi.j&.lr Z> 
%>%l.zWMtf'}-*>*-fr 1 2 0«r»i£*x-5.i 9tC^oT>/> 
£o ft>7WH 2 0 O^jSftiStWtt 4 i t »: J; 

or. ^^>^.;n 2 o iw^i^mx^i-y- h 1 9 

f-* >*;n 2 0 Sr^^^om^Ji^^it^o y- M 
9 Oift'/^^ 1 2 0 tli. y- h^m^l 8 0 UJ: 

-H90iff/^;n2 ot<?>miz y ftm*. ft? 

'g.m.tfffi.ti*^*. o cictv>5 (tztzimmtetm^ 



(3) 



1 1-1 3 5 7 7 4 
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*;n 2 oiznw*m&-tz>o -it** fnmimvyy 

[0 0 0 4] -j&iftK, &St|g]»0lbfft&U r &ttli. 

tnt&jjiUb-fzkizttZo z<D%>&immi-ztz*> 

IC, £ttS-Cli— teK, r- h^m^l 8 OOJfSfcift 
[0 0 0 5] 

SHfcv'j n>-ci4, »#l±, i5WR**-e*e>*;HTv» 

fc«*y £*:, 3 ftSWgtf, * 

tt <0 ii L lci*ttfe&fijftMft4'&gg& ft £. £ 

/M • /<9>-*l4, ^mflMsmo 1 owl- Jf#ab 

[ooo6] -mt*sv =>><o!&&iwmLtzm9i%& 
14, -mi*s 'J =» > i *> m < j^ffi s fix t m 

1£fg**# ^ ft *tf &L**t>T Sfco £©tti& 30 

*«fo*t»T** 0 ftoTv***mii» J6 if 

ho 

[0007] ws(fi*a«i» *<os- 7 %mt&mx"r- v 

J*fflttft*ft£K3!l*fflftK:iJ<#»T, ^fiKUJZ>^ftK« 40 

LJ% iOJ^ftflMfcWitfiMNcfc&fc, *2b8Hk 

14, ftfct) ifto7fcRttm#«i*fV<4 
ftS«Dt^-2.o 
[0 0 0 8] 

[»«*<»»■♦•* Z:*0#ia:] #S§W4, ICOHIK 



4 

i£*$t#i-*o *«wuj:iiMr» ^JSvu-jr- h • r- 

h^E#i4, ee*o-^--7;n:Kikv"; n >X«4g'fk-> 

[0 0 0 9] #3&IB»4, *>4 0OfiO->'J 3>*#icv 

v>g&£-C-l4v"J hJf 14**0 S i 02 J$.ft*Stj- 

v'J-Jr- hg©±»-CM4®tffc£«fiS;$5-£*SK# 
tr. i<D4 ^ ftfllJSCJ: , itLt->'j3^|!ffit 
T-S i 02 «#fIlt<0«S6^S* t fi:< 

[001 0 ] *^<0 1 mrfffl7F-fh¥i&tey*s*<{ *<D 
K&Jg->'J h^m^Sr^EKL, ^-<O^JS -> 'J 'r- 

14, ir*>c>3i»0^tttra«twLT, &JSt->'Jn>OM 

■%imm±i,zMm-fz>o 

[ooi i ] ^^otooffi^^i-^m^m 

>^)Vt. iOft flutes iat>tt^:^JR 

ih<7)m<Ob'*>bX~<h-z<X iiB.^o ^JRv'J *r- M4, 0!l 
x.14*, v;l/3^-^A • v'j -Jr- h, -b»; • v'J 

•V'J^— h, • y'J)- - K 7 > ^ > • V 

gB»(-i3lt-&^JS^^i-'i> v'J 3><7)iiJ-£4 < + 



(4) ttfflW- 1 1 - 1 3 5 7 7 4 
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[0 0 1 2] 

&>Tl,zUm-tZ>£ 7 K> ttSE&KliS i (10 0)iS 

Ogi^Ji, IH2 tc^$*t7t i ^ tr, ^«2 0O±tc^e 
^^r->tJl'i2 2*ML« -g-cOikV^ v-vA-Jl 2 2 
rt^fSttf-^ >*/MW*2 4 *£AL 

*5l?§tC^*3*||i^F*3tCi3V^Tf--v >?-;V2 4 (C 
li> fiMXIi**?-* fmti'V 3>«*2 6 
< ti. 1 nm3Ml<aKlb®^&&) 74*fi;fct>*l*.Ii: w 

**tt3 0f*RK 6 0 0- 7 0 OJSCtr, 10-3Tor 

r JiiT^&fif St«-C-&1- * £ k iz x o xr*i&i- iiii 5 

£«2 0-?-^£DJt«et)*iE»^S i&tElcgftft 
W.T<7?I&I£U:J3HT, Jf 2 0, € 2 2, ®«2 4 « % * 20 

[o o 1 3j h • y- Ymm&*]&ifci'&?z>t> 

^IZm&ZtlXTlz&Zi") 3>a*vij-jr- H©H 

m&mz&^xmmt <r>ms.ftm * m±-t& tztt><mt& 

RfcWmm i:l § &x * friz J: o r EgiJ $ ti h B Ztuz 

KM U *jHc«< #sgo*16©a8»cafflS*t 
*o Stfbv'J n yfJS2 6*ISf*-r*»'&, #«9ltCi: 
oT, 2oo*f 5 Lv>Stffij!>*fc£ 0 ®i*2 6 £I£*L 
T, H3 IZTjiZtifzX 1 K, fafc&^Stb±®2 8 £ L 
T?Si"^\ 04 (z^StLTtJ: K, 7K5l£tttt*:*®K 
i"*o »fb»««2 6 it***, BU&itOH6^ 

S i S®O^REE.*^±-c§*(0-C*ix(f, Wxlfl* 
^<O#0;SUCi3V*TS$SI lZf&iXZ><Dfi t frf£fl2>tgf& i 
(1 0-8T o r r*}H) f»lt -6 - t iz X o 

[0 0 14] M^fc»*l»*i-&*ttli, #»WUi:oT 

WX&tHXJ:\,*<DX'$>2> 0 mVfo2 6^^*i"i 1 oco 
ii. ****|RHFt:3 0fj>M«Lfc&, K-f*>*-C so 



6 

ifcfri-*o £*u=j:ik **** ymv&zmzL, r 
(onmtte^Lm&imit-tzziktfx-zz* t- *,f>co 

NH4 F^iKli, «BiJb*!)OSI*^x^-/tC'Kffli--5,<0 

[0 0 1 5] ^OV> < oj&v^&tcfcjitf, 11 3 (c^^ 
afci-?tc, *Mih**LO«ffi2 8 tC^-So 
^^•ffi<oioii, ^7^?--7-;n:i4Si777 
^^.SIKtcMffl^ti^o 1 0-«T o r r*jp|T-iajS7 8 
OSCf, »t L<(il. 5*>^^D-Vsec 
OS i 77 6 0 0&«fflt5:ti:iot, 

* ^ r ymt®) imi:x~%z> ti n x- * < , n^-w it 

i y ? v ? xxmnjjtf&tifcmwmmi i>?zb-r k% 
tfLtm&m&iz&&zti2,<Dx%^mi<) > *®2 8i±, 

i-=r^fiS;#ii-i>7jc*ll : 3 :: icBS-rc:i: trior, *.^ih 

[0 0 16] «®2 8I±, M-fbv'J 3 >**VMi:Mrv 
^va-fbOjf S Lv»*j£li, N O IcBSf- t f ab 

*c :ofo*ai: -t-o-c*^$iL-5)*^v^-fb%f±, 

ifcl? s tci3 v^T5E73-^®Eib»tt^li«-f ^ t li#x e> ti 

■5 *i L< *v^» 0 ffllAl?, NaO^Sli, NO 

HkmtitmLX, NOltS^foti^ NH3&1 
li, i 02 §l£ffl*1-&4£g70 J iib»K ^<OJ:t 

IC, NH3 ^ttfflLTJSj-^r-^T' • ±y >-^O^^v 
glb%BI£#*OliB3i-C-&.2»o Src. NH 3 T--* 

[0 0 1 7] *!&Wi:igffl$n-5»*Sfi1)=fcNOiO : SI±, 

-f2, 0 ^';-;>7-Wf^f77iLT, g««r*f? 
HFC3 K-f *>7kT*ifci£-f *o 

=SrRl&f--V >^-f»CAtL, StS^-V Wn*£ 3 x 1 0-8T o 
r r t X-M&Z LXfrb, 5 0 OSCC^LrS 

m&wfrb*m&i.fcwm&m<o *«s-7 ooisctz^ 



(5) 



1 1 - 1 3 5 7 7 4 



Lt\ ftwq:4 Tor r«ONOi 1 0#H£AU 
-V3>I3 0, 00x.li\ *^vM-ftfe*)*vMia^ 
[0 0 18] i«J±ie«5J:Ti:iMS i MM. ®Hb 

mm, *>z>^ imm'* y r • < *flra«T § fc 

[0 0 19] Sgl K, Hi, y')3>i:o * 

£ 1 
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«*-r*«Hi» -fete, Bft i /'j3>*jBjtt4»J:9 

»»J*fc*-C*4o :ii^.<0->'J^- MOtf!) ft 
fc, B a , La, Hf> B.U r ^r±S7C^-C*4o S i O 
2 KfiV»J&J&&*j#o->>; h (Wittf, Sr, Y, 
Zr, Ta) fe, ^ftWUftv^T^rfflT**^ £*t 

Ot<OJ: *)&^ B «««kt#JtLfc»-frO, - 

[Si] 





& fife ft 
(kc a 


C a* S id 


- 1 3 8 


Cai S i O4 


- 1 3 5 


Ba t S i 0< 


- 1 2 4 


CaSiOj 


-12 3. 


SrSiO: 


- 1 2 3 


Mg 2 SiO< 


- 1 2 2 


Na* SiO, 


- 1 2 1 


BaSiO) 


- 1 2 0 


MgSiO, 


- 1 1 9 


Z r S i O, 


- 1 1 5 


C e S i 0« 


- 1 1 5 


S i Oi 


- 1 0 3 | 



[0 0 2 0] %2 &JRv'J Hi, ZlK-fbv'J => 
«k ( 7 JSLT) KJt«LT«v»tt*£»*8FO£J:#ffi 
SOS^»i:*lCliJDi-4o S6oT, Ba, La, Hf 40 

[0 0 2 1 ] ft 3 ic, v y 4r- Hi, #iMi B B B S fc(i#fl 
li, J: 0 S.v>St«£&*#o 0 fztzL, ft&KBM* - 

->y -y - htt*#ojgj«o»i L^mm<omm.<o& < 

£v>?<Dli, *«flBt*©«-r4mi^-ft^# so 



'J bRK 1 o4fcl4**Ua±©£***tr 
[0 0 2 2] #SB9Jli, SP&nU (/7f-/a 

k*v»t, ->y h n«ff»-ra« ->y a 

x»i\ &#£©fc^SSi*3i*±i LTS i 0 2 T-*,4|£Pg 

»->y^-m («xtf2-w*/u%»<t**) 

t4Cii:±oT, ttftftS i 02 t:iott#ibix4© 
[0 0 2 3] HtfeO^Si 1 



(6) 



1 1 - 1 3 5 7 7 4 
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rS&^Kis^T 5 0 oactc^-f^c: t izx-ox^y 
[0 0 2 4] g|6 Hi3V>T, eUxtf, 3& io 

n^mm (cvd) xii^x^cvDci^ & 

113 2 (flUtf, v^rj^AXCt/N?^-^) -Srltt 

o 1 1 i ma t e d) ?X(ift8gSI (1 o n g- 

t h r ow) ^OJ^&fg-x*;^- • 

■ 'y^T^\Zi.oX^f^)<D-bmi Lv>„ ffi, 

ns^ibr-fc^o 8 -r • $ a^o^, m 

Mtetffo v-^x-Alix -^-^EE7J1 0-«To r rWT, 20 
•ft^ETJl 0-4To r rJy.T> 7s*-y 9 • tf>tV*.^ 
fcOMorettlil 6* (84 0 cm) CM&U S 

<5*^li4 0 0JKCtcf£o 0 

[0 0 2 5] ^ j*Oft*P 3 2 li, m 

T-tr-AS*e> 5 o omcv&mizmmzitx t &v>„ 

77,\-X3-Afrh$L*>r7-.Yv-&X'h2>e 

Rtffi* (6 0 0BEC12JIT) Witt', Tift"/ 
9 X7f'J 7 9 9 (O'fiifi-* ilST-y7XA^?iXS 
x )7 9 9 X t)»t L^o 

[0 0 2 6] 17 C *3V*T, S-ft^SS 3 4 OiJfiStti. 
&J^Jf 3 2 2 0 jtxStif. 

JRoaaatfBrSo&fbawJJSKttffi-*:^ -m<3 io 

Ktt, 2 0m 7 0 0SC^f7--^till« 
frX'&Zo »4foa<b»toat=iJV»T, *«2 0^f><7) 
->>J n Xi&JgJf 3 2 IC&fkLTJUb^Eg 3 4 fcJfcJjS; 
-Tie ft, £©««cJ3v>t, ^JS^3 2(ip*tc^# 

4v>»»t»4J:ii:L-C()Av>. KOS^> S<t»0 
*Siir=-/i'ii*liflcJ:oTHau sSt»4^*ii» & 

[0 0 2 7] H8 K£i»T\ g{tttJI3 4 IS, BHfcfcJ: 50 
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») v'J •Jr- hJf 3 6 izgZ&Ztl&o Z<DZ-T V?iZ&\,* 

x-z^ tmm^+frx'*) *) , s ^awt li- r * £® 3 

«*)4v»fiiafl[||*T-->l'v'**v»li**1.«l*«dO 
3 <OX *) %m&Mm7-~fr. TrSuKsif/^X-v, N2 

^ift$)4„ :Ofi^Ojai<0«|tLT> lmTo r r 
T?fMW-*T*l 5 0 0W ECRi££«JBU &&IZ 
(I6 0V;j.T^g«U 13. 5 6MHz5fclJ30 
OkHz^rJgfflLT, ttz, 8 OSCf^fS 

[0 0 2 8] -te&U, v 'J ^ - M3 6<757^iaT-- 
Lfefe-fb^-ti-^o Wxlf, 7 5 0SC-C2 0^ 

p B ^ t ;v =^ > f r - - Ji'i" * £ t iz x o r KS&aHb-r ^ i 

^ - t&X&. '^JSJ13 2i»^Dy>«r«IL 

- ;u * #to w icfl 7 c t tfx § * , 

[0 0 2 9] Wi'ikiz, m 9 Sr#flR LT» h 3 

8 v 'J >r- h • r- h 3 6 Ojitc^* £ ti 

h a Y- Y 3 8 **aii, Sffi:totA< 

y v y ^ v, xii*«tt«^b**-c«js-t a c t 

f -J ■7Rim.'ftV>A7-v ■?li.®.A.&t>-£Xi>fr5t>t£ 

v^ 0 mt®tf^\zfcfcztihmzmmm*&x-$-z> 

v^o H 2 iZ7ji£titz X d ^c^^^ffi L 

v>„ t v^<OI±, K-fbv'J ^ >@ 2 6 (i, ->y *r- 

3 e^Mi^otii, ->y = >-c*4*»t>„ 

[0 0 3 0] SttOfi2 

(4. 0 2. SI 3. *fcliB4fc**JS+*v»-f*t*©** 

[0 0 3 1 ] mo lt, Kib^s^ 4 o m 



(7) 



ftffiW- 1 1 - 1 3 5 7 7 4 
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* - 9 <D&mmmmmi&z> kb, ^b*-^ 

[0 0 3 2] BHfc&«/f 4 0^1iCJ:c-C±i$nS 

v>o «g»$tl^^JS?r(tl3-^lC^t-f 5-10 
Tor r£lT«S**«fflLt, 0. 1 n m/®X&m 

t*) = 

[0 0 3 3] mi 1 *#JHK^v»T, if 4 0li*Ki£ 

*s**fe*L&*->y^- h^3 6 £jgj£-f&o -*.i±> 

S Lv»K^r--;vw 1 oOW±, O3 T\ 4 0 0g 
C, 6 0MO7--*Tab4o 
[0 0 3 4] £OHlt©»ffltt, S^y'J^-F 

4 0M\ SHbv'J 3>Jf2 6 (D±\<zMm2tii> 0 Z<OX 

»»i81l**-* ->';^- h®3 6 0JBJ*li, 

iae^^Kfty'Jaxoi** r^EtrJ i t K.J: o 

t3i*T-§* 0 S i *J|4 0C$ilfe-*-«4> 

*KD'C/*-fT**iW*:C* SiS^H^^rPttl"* t A 3° 
v> 0 fllxlf> *>9>*«oTJi4 0KS i *tALTt 

[0035] mm^mrn 3 

h ww#oj&*i4, BMkiti*-c*#±K£* t •> y = > 

®5lZ7HZtifzi i ff)frbmjRX-& 2> a ZO^mi. ->y 
[0 0 3 6] II 3JfILt, ®rtb£Jg&U f ->'Jn> 

^4 2ti. m2<o$kM<7>fmiz)5vz > mt&m4 o^i 

ara^fe J: -9 S i jEHtc*/*? 9 ') >7X~ 

v Yim£*j:mt®9-Vv h IZJR *) #x Z> Z t \Z «fc o 
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[0 0 3 7] mt&m ty'j3>©i42 <0 

(e v a p o r a t i o n) i:ioTffforl4<0T-itl 

if, ^2<o^j&<o^tra«o^ss-a^i-^c:i:^-c 

c:<7)±§"g\ giJ^oHT-e-Aiii^ibo^JSt ->y 

timet taw* lv> 0 

[0 0 3 8] CVDft4-«ffit*i^l±, ilS*liirfg# 
08 tL 9 V £ H&ffc 9Ws9Ak K# £ 

ffcv 'J 3 V t Haft?* a — * A fc-tt-T^ 
[0 0 3 9] £0*&a«r«JHl,T»«:te->y 

»*-r*Ktt, tt^<o^is.y f ^2<o^is<o 
wmx-mmLtz£7*j:. ^.mMmr-~^t^&7-- 

)\><Dm-fttf-&igX'$>Z, 0 Hll 4 til 5I±, -fil^, 
K-ffcvy3>@2 6Ji^*&^7t^4 2. 

yr<i3o (wxif. *#->M-fb->y 3 ±t,zmm 

^ittzm 4 2 Sr^i-o fJi$<OJ;Ttc, ffiffe^y 7^ 3 0 

■en. 

[0 0 4 0] Il^fS 4 

S#<o?gfiS;ii, ^Jlt vy 3>coM*^*«tr^»L, 
KJ:oTjej5E$ita->y ^- K±, I12, 1I3, H14, 

mcommv&m/^v =3 >m?sw.t t>*tx, m 
iv®)*feW:mzm;m-tz>i><n>x-*>z, a 

[0 0 4 1 ] 111 6 *#H3 L-C, Sl^bifeSS 4 4 
=SrS i *M(C^*-r^)(Otc. »1 OHJ&OS^St-iJtti 
3 4 OsS*-ri8.i§JiL*:J: ^ (r x x/iy 9fei®.m 

-rso vy =>><ommii. ±m9-r? vimns 

tnmVfo9--y-j Mcffi<)#xS w £ IZ X vXftio z 

[0 0 4 2] Sl-fb^JSg 4 4 ( e v a p 0 

ration) SlUotff^i^ $ 1 <OHtfe«0^]g, 

t->y 3><os?-tf-A}jp?rsij^(cfflSLT, ->y 3> 
<o^s \zfPit i> zmm&mx- s l 

[0 0 4 3] C VDffi^ffiffli-^Jg-g-li, a^*«T|g#: 

«Hjxifv7 >iia^bv^3^>>A^ia^^^-ti-c 



(8) 



ttfflW- 1 1 - 1 3 5 7 7 4 
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n > t m&it v * 3 ^ ? a t &m * x&m -t 

[0 0 4 4] KOM^fiLT, Jf4 4*^*tttt*> 
'J^r-H4 6 (0 17) 

[0045] mM<omm 5 

TBJftfcll, Stfb&JS iv'Jn >oS^4-i«i:li U 

gv>TSi7--;^ff7o ;<o*sii, u&jtosffc* 

[0 0 4 6] i WliS^f i I: i o TM s •> 'J ^ 
-Hi, 02, El 3. 1I4, XttH5»:*cfSi(s«**t 

[0 0 4 7] El 1 9 t#HLT, 8&89KiSSftfc4 

z r 02 <ox b %mit&mt s i Tcfztimmzxsiv 

9 LX (co-sputtering). SfX2v^ 
n^^A • ->>; -jr- h £^jjS;1-& 0 ab&niif Hf 

02 iS i fc-er, KSfyv^^-'yA - ->>) 

®7c$^rv^#, a-fb ->* ;v- = - a s- 5£:£ tc $Hb * 

l)(±fiS#Jc, ££UBHbLT2/y*- Mc-f ait 

[0 0 4 8] 8-f >^co-> j.^T-^jt^fH y^fii 

LTtiU ^-^EE* 1 0-«T o r t ttf£E.t) 1 0 

-3T o r rftT, y 9 if > t ^ j.^ t <Dm<D$eM\± 
1 (*t4 0 c m) U-fcy H, i 0 iSj-K-f £ 

>t (ttXl 0-5 0%BlT) 

LtflTiSo >7i^lijajK 40 

4 0 0-5 0 0gCi:<Sc c RFlTJli, &#Kgj5 0 
- 1 0 07 y Mc-ty h LT, S^Pfc^Efclh-r -So S 
i <0^jf3:5£l±. *a-t*l«if*»Tli4rv». Z r 0 2 

[0 0 4 9] *y<? f&lzKt>& i><Ot LT, K-fbv^ 

3 - ^A^e-AjS t ->'J 3 >W.=f-*--l+Mfr<c> 5 0 
0-6 0 0jgC<O£«±tCj£*£-g-C, ffl^wiraTES 
ft££«vy^- h«5 0*©j£LT*>&^ 0 ClOll, 
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HIGH PERMITTIVITY SILICATE GATE DIELECTRIC 
RELATED PATENT APPLICATIONS 

This application claims priority from the following U.S. 
5 provisional applications t No. 60/053,661, filed 7/24/97; No. 

60/053,616, filed 07/24/97; and No. 60/053,617 filed, 07/24/97- 

This invention is related to concurrently filed 
applications Serial No. TBD (TI-25859) and serial No. TBD (TI~ 
2 6146), which are incorporated herein by reference - 

10 

FIELD OF THE INVENTION 

This invention relates generally to semiconductor device 
structures and methods for forming such, and more specifically 
to such structures and methods related to gate dielectrics for 
15 field effect devices f orned on integrated circuits . 

BACKGROUND OF THE INVENTION 

Semiconductor devices such as field effect transistors are 
common in the electronics industry. Such devices may be formed 
20 with extremely small dimensions, such that thousands or even 
millions of these devices may be formed on a single-crystal 
silicon substrate or 'chip" and interconnected to perform useful 
functions in an integrated circuit such as a microprocessor. 
Although transistor design and fabrication is a highly 
25 complex undertaking, the general structure and operation of a 
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transistor are fairly simple. With reference to Fig. 1, a 
simplified field effect transistor is shown in cross-section. 
In a field effect transistor a portion of the substrate 100 near 
the surface is designated as the channel 120 during processing - 
5 Channel 120 is electrically connected to source 140 and drain 
160 , such that when a voltage difference exists between source 
140 and drain 160, current will tend to flow through channel 120. 
The semiconducting characteristics of channel 120 are altered 
such that its resistivity may be controlled by the voltage 

10 applied to gate 190, a conductive layer overlying channel 120. 
Thus by changing the voltage on gate 190, more ox less current 
can be made to flow through channel 120. Gate 190 and channel 
120 are separated by gate dielectric 180; the gate dielectric is 
insulating, such that between gate 190 and channel 120 little or 

15 no current flows during operation (although "tunneling" current 
is observed with thin dielectrics). However, the gate 
dielectric allows the gate voltage to induce an electric field 
in channel 120, giving rise to the name "field effect 
transistor." 

20 Generally, integrated circuit performance and density may 

be enhanced by "scaling", that is by decreasing the size of the 
individual semiconductor devices on a chip. Unfortunately, 
field effect semiconductor devices produce an output signal that 
is proportional to the width of the channel, such that scaling 

25 reduces their output. This effect has generally been 
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compensated for by decreasing the thickness of gate dielectric 
180 , thus bringing the gate in closer proximity to the channel 
and enhancing the field effect. 

As devices have scaled to smaller and smaller dimensions, 
the gate dielectric thickness has continued to shrink. Although 
further scaling of devices is still possible, scaling of the 
gate dielectric thickness has almost reached its practical limit 
with the conventional gate dielectric material, silicon dioxide . 
Further scaling of silicon dioxide gate dielectric thickness 
will involve a host of problems; extremely thin layers allow for 
large leakage currents due to direct tunneling through the 
oxide; because such layers are formed literally from a few 
layers of atoms, exacting process control is required to 
repeatably produce such layers; uniformity of coverage is also 
critical because device parameters may change dramatically based 
on the presence or absence of even a single monolayer of 
dielectric material? and finally, such thin layers form poor 
diffusion barriers to impurities. 

Heali2ing the limitations of silicon dioxide, researchers 
have searched for alternative dielectric materials which can be 
formed in a thicker layer than silicon dioxide and yet still 
produce the same field effect performance. This performance is 
often expressed as "equivalent oxide thickness": although the 
alternative material layer may be thick , it has the equivalent 
effect of a much thinner layer of silicon dioxide (commonly 
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called simply "oxide").. Many, if not most, of the attractive 
alternatives for achieving low equivalent oxide thicknesses are 
metal oxides, such as tantalum pentoxide and barium strontium 
titanate. 

5 Researchers have found formation of such metal oxides as 

gate dielectrics to be problematic. At typical metal oxide 
deposition temperatures, the oxygen ambient or oxygen-containing 
precursor required to form them tends to also oxidize the 
silicon substrate, producing an oxide layer at the interface 

10 between the substrate and the gate dielectric. The presence of 
this interfacial oxide layer increases the effective oxide 
thickness, reducing the effectiveness of the alternative gate 
dielectric approach. The existence of the interfacial oxide 
layer places an ultimate constraint on the performance of an 

15 alternative dielectric field effect device. 

SUMMARY OF THE INVENTION 

The present invention comprises a semiconductor device 
structure utilizing a metal silicate gate dielectric layer, and 

20 a method for making the same. with the present invention, a 
metal silicate gate dielectric may be formed with a dielectric 
constant substantially higher than that of either conventional 
thermal silicon dioxide or silicon nitride dielectrics, and thus 
the metal silicate dielectric layer may be made substantially 

25 thicker than a conventional gate dielectric with equivalent 

; Page 4 i&± — 93- 
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field effect • However, it is believed that the present 
invention largely avoids disadvantages, such as interfacial 
silicon dioxide formation and high interface state densities, 
that are found with conventional alternative dielectrics - 
5 The present invention generally avoids the problems of 

other alternative dielectrics by employing an oxidized 
dielectric material comprising a significant amount of silicon, 
particularly at the silicon/dielectric interface- In one 
preferred embodiment, a graded silicate layer is formed, such 

10 that near the silicon interface the silicate layer has a large 
Si0 2 component, while the upper portion of the silicate layer 
has a large metal oxide component. Such a structure employs 
primarily SiO a bonding at the silicon interface, with resulting 
low interface state densities. However, the high atomic number 

15 metal included in the silicate layer can significantly increase 
the dielectric constant of the film. The present invention also 
provides for amorphous silicate gate dielectrics, which have 
dense microstructures and avoid many of the problems associated 
with grain boundaries in polycrystalline dielectrics. 

20 in one aspect of the invention, a method of fabricating a 

semiconductor device is disclosed that comprises providing a 
single-crystal silicon substrate, forming a metal silicate 
dielectric layer. on the substrate, and forming a conductive gate 
overlying the metal silicate dielectric layer. This method may 

25 comprise one of several methods for forming the metal silicate 
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dielectric layer. For example, a metal may be deposited on a 
cleaned Si surface, annealed to form a silicide layer, and then 
oxidized. Or, metal may be deposited on the substrate in an 
oxidizing ambient, followed by annealing in an oxidizing ambient. 
Or, metal and silicon may both be deposited on the substrate in 
a manner otherwise similar to one of the preceding procedures* 
in another aspect of the invention, an integrated circuit 
having a field effect device fabricated thereon is disclosed 
that comprises a single-crystal silicon semiconducting channel 
region, a metal silicate gate dielectric overlying this channel 
region, and a conductive gate overlying this gate dielectric* 
The gate dielectric may be either an amorphous or a 
polycrystalline film. The metal silicate may be, for example, 
zirconium silicate, cerium silicate, zinc silicate, thorium 
silicate, bismuth silicate, hafnium silicate, lanthanum silicate, 
tantalum silicate, or a combination of these materials. 
Preferably, the metal silicate layer has a graded composition 
comprising a relatively greater ratio of silicon to metal near 
the semiconducting channel region, as compared to the ratio of 
silicon to metal near the conductive gate. 
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BRIEF DESCRIPTION OF THE DRAWINGS 

This invention, including the features and advantages 
thereof, can be best understood by reference to the following 

drawings, wherein: 

Fig. 1 is a croEs -sectional view of a typical prior art 
integrated circuit field effect transistor; 

Figs. 2-5 are cross -sectional views of several 
semiconductor devices, Illustrating different surfaces 
appropriate for deposition of a silicate gate dielectric 

according to the invention; 

Figs. 6-9 are cross-sectional views of a semiconductor 
device during fabrication according to one preferred embodiment 

of the invention; 

Fige. 10-12 are cross-sectional views of a semiconductor 
device during fabrication according to a second preferred 
embodiment of the invention; 

Figs. 13-15 are cross-sectional views of a semiconductor 
device during fabrication according to a third preferred 
embodiment of the invention; and 

Figs. 16-18 are cross-sectional views of a semiconductor 
device during fabrication according to a fourth preferred 
embodiment of the invention. 

Pt ft *. IS *0 ave cress- sectU> m | vJew? »^ a sem*ov,cUW 
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DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

The preferred embodiments of the invention may be 
fabricated using a representative Si(100) substrate, as 
described herein. The description of these embodiments begins, 
as shown if Fig. 2, after formation of an epitaxial layer 22 on 
S ubstrate 20 and implantation of an active channel region 24 in 
epitaxial layer 22, and assumes that a protective or native 
silicon oxide region 26 (preferably comprising less than 1 nm of 
oxide) overlies channel 24 in the region of interest. Such a 
silicon oxide layer may be formed by heating a clean substrate 
to 600-70CTC for approximately 30 seconds, in an oxygen ambient 
of -10-' Torr. Processes for reaching this step in fabrication 
are all well-known in the art:, as are various equivalents to 
which the present invention is applicable. The examples below 
assume that the oh*™*! 24 Is formed in epi-layer 22. However, 
the invention is equally applicable to gate dielectrics formed 
directly on substrate 20, or other relatively pure Si structures, 
in the descriptions below, layers 20 and 22, and region 24 will 
be used interchangeably, except where the context shows a 

particular item is meant. 

The particular embodiment employed for forming a silicate 
gate dielectric will dictate whether silicon oxide region 26 
will be either left in place and used in the formation of the 
silicate layer, removed such that the underlying silicon may be 
used in the formation of the silicate layer, or removed and 
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replaced with a passivation layer designed to inhibit 
interaction of the substrate in the metal silicate deposition 
process. The immediately following description relates to the 
preparation of the substrate for deposition of silicate-forming 
5 materials, and is applicable to the specific embodiments 

presented thereafter. There are two preferred starting surfaces 
for the invention if silicon oxide region 26 is to be removed. 
Region 26 may be removed so as to leave either a clean , bare 
upper surface 28 as shown in Fig.. 3, or a hydrogen-terminated 

10 surface as shown in Fig- 4. If oxide region 26 is removed, the 
bare surface is preferred to the hydrogen-terminated surface if 
chemical reaction of the highly reactive si surface can be 
prevented, e.g. by processing in ultrahigh (less than -1CT B 
Torr) vacuum until a point in the particular process where 

15 exposure Ho oxygen can be tolerated. Otherwise, the bare Si 

surface should be terminated with a suitable passivant, such as 
hydrogen, which inhibits reoxidation and yet may be readily 
removed at an appropriate point in the process. 

The method of oxide removal is not believed to be critical 

20 to the practice of the invention r as long as a clean, oxide-free 
surface can be maintained until an overlying deposition is 
performed. One preferred method of performing removal of oxide 
26 is by exposure to wet HF, for example by dipping the 
substrate in dilute HF for 30 seconds and rinsing in deionized 

25 water. This both removes the native oxide and hydrogen 
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terminates the surface. Another preferred method is by exposure 
to HF vapor; this provides similar results , but may be used, 
e.g., in a cluster tool to further prevent reoxidation or 
contamination of the surface. Either of these approaches may 
5 comprise other appropriate stripping chemicals , with HF or a 
NH 4 F solution being preferred as a last step to provide 
termination.. 

Several other methods produce a non-terminated surface 28, 
as shown in Fig. 3. One such method with particular 

10 applicability to cluster-tool practice is Si flux desorption; it 
has been found that below 1<T 8 Torr and at 7C0°C f an Si flux of 
preferably 1.5 A/sec for about 600 seconds not only removes 
native oxide, but produces an atomically smooth, stepped surface 
that may have advantages for ultrathin gate dielectrics. The 

15 alternative is simple desorption by heating of the substrate to 
high temperature in vacuum or in an H a ambient; it is believed, 
however, that the Si-flux method results in a superior surface 
structure- In any of these methods, if the substrate is not to 
be kept in ultrahigh vacuum until an overlying deposition is 

20 completed, surface 28 may be hydrogen terminated, e.g. by 

exposure to atomic hydrogen produced by a plasma or hot filament 
in an H a ambient. 

Surface 28 may also be pass iva ted with an ultrathin layer, 
such as a silicon nitride or silicon oxynitride layer, that is 

25 not, strictly speaking, an oxide of silicon. such layers act as 
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a diffusion barrier and provide oxidation resistance to the 
substrate during formation of the overlying silicate layer. If 
an oxynitride layer is used, the preferred method of 
oxynitridation is by exposure to NO. oxynitrides produced by 
other methods are not believed to provide sufficient oxidation 
resistance at the required thicknesses to complete some of the * 
gate dielectric structures disclosed herein, and/or require 
higher process temperatures, and as such are not preferred. For 
instance, N a o processes result in a much smaller incorporation 
of N than NO processes. NH, processes require a pre-existing 
SiO a film, and thus a uniform sub-nanometer oxynitride film 
appears to be difficult to achieve using NH,. Additionally, NH, 
annealing apparently incorporates undesirable hydrogen into the 
film structure. 

15 A typical NO process applicable to the present invention is 

as follows. The substrate is cleaned to remove the pad oxide. 
As a final step in the cleaning, the substrate is dipped in 
dilute HF for 30 seconds, and rinsed in deionized water. The 
substrate is then placed in a reaction chamber, which is then 
evacuated to 3 x 10"* Torr, and then the substrate is heated to 
500 °C to remove the hydrogen passivation from the substrate 
surface. The substrate is heated to 700 °C, and NO at 4 Torr is 
introduced into the chamber for 10 seconds to form the 
oxynitride passivation layer. Fig. 5 depicts a passivation 



20 
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layer 30. ..... —ex an oxynltrid. -« • 

layer „„ = . tbe scbstr.te ba. — -r*— « *«viae sibber . 
clean Si ..rface. an oxide layer, or a P»-,e barrier ^ 
ascribed above. . — X ,ate dielectric is formed 

o„ tbe substrate by - - — Alt " 0n9b 

dielectric formation described 
specific embodiments tor gate dielectrl 

b Lw nay be readiiy adapted to - deposition of a Wide ra» 9 e 
of metal silicate o.^^. and — the preferred 

_...<„„. »nd structures contain aov.ral 
metal silicate compositions »■» 

properties as describee below. 

Plrst. the metal silicate is preferably stable next to 
Silicon, appropriate silicates generally have a beat of 
nation tbat is negative tb.n tbe beat of formation o 

silicon dioxide, as this is believed to form a more stable g ate 
structure and avoid tbe preferential forties of interracial 
silicon dioxide. some examples of tb.se silicate, are those »f 

,.. *f. and tbe rare eartn elements, silicates vitb bear 
formations close to tbat of sio, (e.g. silicates of sr. f. ». 
T „ may also be useful in tbe present invent!*., although 
stability Of tb.se silicates is generally less tb.n 
siiicates of tbe first group. Table 1 lists several candidates 
for tbis layer in order cf beat of formation. »itb silicon 
dioxide included for comparison purposes. 
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Table 1 



Material 


Heat of Formation 




(kcal/g/atom of O) 


Ca 3 sio 5 


-138 


Ca a Si0 4 


-135 


Ba 2 sio 4 


-124 


Casi0 3 


-123 


srsio, 


-123 


Mg 2 Si0 4 


-122 


Na 2 sio 3 


-121 


BaSi0 3 


-120 


Mgsio 3 


-119 


ZrSi0 4 


-115 


CeSi0 4 


-115 




-103 



Second', it is preferred that the metal silicate have a high 
5 dielectric constant as compared to the dielectric constant of 
silicon dioxide (-4) or the dielectric constant of silicon 
nitride (-7). Generally, the dielectric constant of silicates 
increases with the atomic number of the metal included; higher 
atomic weight metals such as Ba, La, Hf, and the rare earth 

10 elements are therefore preferred. 

Third, the silicate may be formed as either a 
polycrystalline or an amorphous film. Generally, 
polycrystalline films will have better dielectric constant. 
However, amorphous films generally have higher breakdown 

15 performance, form a better diffusion barrier, and have lower 
interface state densities. Also, with many of the preferred 
embodiments for formation of a silicate dielectric according to 
the present invention, formation of an amorphous film may be 



Page 13 ©#-32 



(25) ftMT 1 1 - 1 3 5 7 7 4 



easier than formation of a polycrystalline film because of the 
uniform stoichioroetry required for a polycrystalline film. 
Amorphous silicate films may also be stabilized by the inclusion 
of more than one metal in a mixed-metal silicate film. 
5 Finally, the present invention comprehends a graded 

dielectric composition. In a preferred embodiment , a silicate 
film may be formed where the ratio of silicon to metal varies as 
a function of depth in the film. For example, a graded silicate 
film may be formed that is mainly SiO a at the substrate 
10 interface (e.g. 2-10 mol% metal oxide], thus providing an 

interface with a quality similar to that obtained with pure 
Si0 2 . The ratio of silicon to metal is decreased with a 
grading profile that, results preferably in a greater percentage 
of metal oxide near the top of the gate dielectric film. 

15 

Embodiment 1 

in one embodiment according to the invention, a metal 
silicate gate dielectric is formed by depositing metal on a 
clean Si surface, annealing this structure to form a metal 
20 silicide, oxidizing the silicide layer, and annealing this 

structure. In this embodiment, a substrate such as shown in 
either Fig. 3 or Fig. 4 is used- If surface 28 is passivated as 
shown in Fig. 4, the substrate can be briefly heated to above 
500 C C in vacuum or an inert ambient to remove the passivation. 
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Referring to Fig. 6, a metal layer 32 (e.g. zirconium or 
hafnium) is deposited directly on surface e.g. by sputtering, 

evaporation, chemical vapor deposition (CVD, or plasma CVD. 
Sputter deposition is preferably done with a low-energy plasma 
system, such as collimated or long-throw sputtering; it should 
be noted that low deposition rates (e.g. on the order of a few 
angetroms per second) axe preferred, as the total thickness to 
be deposited is small and uniformity is desired. For an 8" 
wafer, deposition may be completed in a system with a base 
pressure of -10" 8 Torr, an operating pressure of -10- Torr, and 
a separation between the sputter gun and the wafer of 16 inches, 
and the wafer may be rotated to improve uniformity. Ar is an 
acceptable sputter gas, and the wafer may be maintained at a 
temperature of 400°c during deposition. 

As an alternative to sputtering, metal layer 32 may be 
deposited by evaporation from an e-beam source onto a substrate 
at 500°C, with a net deposition rate on the order of tenths of 
angstroms to a few angstroms per second. The- substrate is 
preferably rotated to improve uniformity, other alternative 
methods include CVD or plasma cvd using appropriate precursors, 
such as zirconium tetrachloride and hydrogen gas. Again, with 
these methods low deposition rates and temperatures (60CTC and 
lower) are preferred, and a downstream plasma type reactor is 
preferred to a reactor where the plasma is generated at the 
25 substrate. 



15 



20 



page 15 of 3 -2 



(27) 



ttffiW- 1 1 - 1 3 5 7 7 4 



Kef erring to Fig. 7. a metal silicide layer 34 is formed by 
annealing substrate 20 with metal layer 32 in an inert ambient, 
a reducing ambient, or vacuum. Although exact values will 
depend on the metal selected and the thickness of silicide 
desired, a 20 second anneal at 700°C in vacuum will generally 
suffice. During most silicide processes, silicon from substrate 
20 diffuses into metal layer 32 to form metal silicide layer 34. 
It should be noted that with this technique, an excessively 
thick metal layer 32 may be deposited, such that less than the 
entire layer 32 is converted to silicide during the anneal. In 
this case, the thickness of the silicide is controlled by the 
anneal time, and the excess metal is etched away after the 

silicide anneal step. 

Referring . now to Fig. 8, silicide layer 34 is converted to 
a silicate layer 36 by oxidation. Control of oxidation is 
critical during this step, as under-oxidation will result in 
decreased resistivity and over-oxidation may result in decreased 
capacitance for layer 36 (due to oxidation of the underlying 
silicon). Many oxygen anneal processes are available for this 
etep, such as a low temperature O, anneal with or without 
ultraviolet exposure, or an activated oxygen anneal such as O,, 
O a with ultraviolet exposure, a downstream O, plasma, N.O, or a 
low temperature O, plasma with a DC-biased substrate. As an 
example of this last process, a downstream 1500W ECR source 
operating at 1 mTorr, coupled with -60V DC and 13.56 MHz or 300 
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kHz RF applied to the substrate may be used while He backside 
cooling at 80°C is also applied to the substrate. Processing 
tine is determined experimentally «ch that both resistivity and 
dielectric constant lie within an acceptable range. 

Generally, a high temperature anneal of silicate layer 36 
is selected to dens if y or crystallize the film after low 
temperature oxidation. For example, the substrate may be 
densified by annealing in Ar for 20 seconds at 750°C. This 
anneal may be done in either an inert or a reducing environment, 
with a reducing environment particularly useful where metal 
layer 32 was deposited by CVD using halogens. If a reducing 
environment is used, an additional low-temperature post-anneal 
in oxygen may be used to improve dielectric properties of 
silicate layer 36 . 

Finally, with reference to Fig. 9, conductive gate 38 is 
deposited over silicate gate dielectric 36. Processes for 
depositing gate 3 8 are well known in the art; gate 38 may be 
formed, by. way of example, of doped poiysilicon, metal, or a 
conductive metal oxide. As a variation on this embodiment, the 
silicide and oxidation steps may be combined, either by 
introducing an oxidizing ambient before the silicide is 
completely formed, or by completely overlapping the two steps. 
. in this latter variation, a substrate such as that depicted in 
Fig. 2 is preferable, as silicon oxide layer 26 can supply both 
oxygen and silicon towards the formation of silicate layer 36. 
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Embodiment 2 

In a second embodiment according to the invention, a metal 
silicate gate dielectric is formed by depositing metal on a 

5 substrate in an oxidizing ambient, followed by annealing. This 
embodiment preferably utilizes a substrate prepared by one of 
the methods corresponding to Fig. 2, 3, or 4, and the metal may 
be deposited by one of the methods described in Embodiment 1, 
with the following differences. 

10 Referring to rig. 10, an oxidized metal layer 40 may be 

deposited on a clean Si surface by sputtering as described above. 
However, some amount of controlled oxygen activity is used to at 
least partially oxidize layer 40 as metal is supplied to the 
substrate. For example, O, or H,o+H 2 may be introduced near the 

15 substrate during sputtering with Ar, with an Onflow rate of 
about one-tenth that of the Ar flow rate. For a metal 
deposition rate of 0.1 nanometers per second, the oxidizing gas 
is preferably introduced fromO to 5 seconds after the start of 
the deposition process. 

20 If oxidized metal layer 40 is produced by the evaporation 

method, the oxidizer is preferably added near the substrate. To 
achieve near complete oxidation of the deposited metal, -5-10 
T orr of O, may be used for a metal deposition rate of 0.1 nra/sec. 
If a CVD method is used, appropriate precursors should provide 

25 the necessary oxygen (e.g. zirconium tetrachloride and water). 
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Referring to Fig. 11, layer 40 is reacted with the 
substrate to form metal silicate layer 36. Preferably, this is 
accomplished with a low-temperature oxygen anneal followed by a 
high temperature anneal, such as those described in the 
preceding embodiment:. One example of a preferred oxygen anneal 
is a 400"C anneal in O, for 60 seconds. 

It should be noted that this embodiment may be readily 
tailored to produce a graded silicate layer. One variation on 
this method is shown in Fig. 12, wherein layer 40 is deposited 
over a silicon oxide layer 26. In such an embodiment, oxygen 
activity during the anneal may be reduced, and silicate layer 36 
may be formed by -stealing" both oxygen and silicon from layer 
2«. The grading of the structure may be adjusted by adjusting 
the relative initial thicknesses of layers 2« and 40. It may 
15 also be appropriate to supply Si to layer 40 by implantation of 
energetic ions from a remote plasma, using DC bias on the 
substrate to adjust penetration depth. For example, silane may 
be used to implant Si into layer 40. 
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20. Embodiment 3 

in a third embodiment according to the invention, a metal 
silicate gate dielectric is formed by depositing both metal and 
silicon on the substrate in. an oxidizing ambient, followed by 
annealing. In this embodiment, the substrate preparation may be 

25 chosen as any of those shown in Figs. 2-5. As this method 
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generally does not rely on silicon from the substrate as a 
component of the silicate film, a surface that limits oxidation 
of the substrate, such as the diffusion barrier surface of Fig. 
5, is preferred. The metal and silicon may be deposited by one 
of the methods described in Embodiment 1, with the following 
differences. 

Referring to rig. 13, an oxidized metal and silicon layer 
42 may be deposited on a clean Si surface by sputtering as 
described in Embodiment 2 for the deposition of oxidized metal 
layer 40. The deposition of both metal and silicon is 
accomplished by replacing the metal target with an appropriate 
silicide target. The disadvantage of this method is that 
deposition of a graded layer from a single composition target is 
difficult 1 

15 If oxidized metal and silicon layer 42 is produced by the 

evaporation method, a method similar to that of Embodiment 2 may 
be selected. In this case, it is preferred that separate metal 
and silicon e-beam sources be used such that the ratio of 
Silicon to metal may be varied during deposition- 

If a CVD method is used, appropriate precursors should 
provide the necessary oxygen. Some combinations of precursors, 
such as a combination of silane, zirconium tetrachloride, and 
oxygen, may be used to produce uniform stoichiometry layers but 
may be difficult to use for a graded composition layers. For a 
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graded layer , CVD precursors such as a combination of silicon 
tetrachloride, zirconium tetrachloride, and water are preferred. 

Formation of a high performance silicate layer using this 
process will generally require both a low- temperature oxygen 

5 anneal and a high temperature anneal such as those described in 
the preceding embodiments. Figs. 14 and 15 depict , respectively, 
layer 42 deposited on a silicon oxide layer 26 and on a 
diffusion barrier layer 30 (e.g. a silicon oxynitride layer)- 
As noted, the presence of the diffusion barrier layer 30 allows 

10 for the selection of a more aggressive oxygen anneal- 

Embodiment 4 

In a fourth embodiment according to the invention, a metal 
silicate dielectric is formed by depositing both metal and 

15 silicon on the substrate, followed by annealing. silicates 

formed according to this embodiment may be formed on a substrate 
prepared according to Figs. 2, 3, 4, or 5 . In its most 
straightforward form, this embodiment is a combination of the 
metal deposition/silicide technique of Embodiment 1 with the 

20 metal/silicon deposition sources of Embodiment 3, such that a 
silicide is deposited directly. 

Referring to Fig. 16, a metal silicide layer 44 may be 
deposited on a clean Si surface by sputtering as described in 
Embodiment 1 for the deposition of metal layer 34- The 

25 deposition of both metal and silicon is accomplished by 
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replacing the metal target with an appropriate silicide target. 
The disadvantage of this method is that deposition of a graded 
layer from a single composition target is. difficult . 

If metal silicide layer 44 is produced by the evaporation 
method, a method similar to that of Embodiment 1 may be selected, 
in this case, it is preferred that separate metal and silicon e- 
beam sources be used such that the ratio of silicon to metal may 
be varied during deposition. 

If a CVD method is used, appropriate precursors should 
provide the necessary oxygen. Some combinations of precursors, 
such as a combination of silane and zirconium tetrachloride, may 
be used to produce uniform stoichiometry layers but may be 
difficult to use for a graded composition layers. For a graded 
layer, CVD precursors such as a combination of silicon. 
15 tetrachloride, zirconium tetrachloride, and hydrogen are 

preferred. Excess hydrogen may be required to prevent the 
incorporation of chlorine into the film. 

Formation of a high performance silicate layer 46 (Fig. 17) 
from layer 44 using this process will generally require both a 
low-temperature oxygen anneal and a high temperature anneal such 
as those described in the preceding embodiments, particularly 
Embodiment 1. As noted in the previous embodiment, the presence 
of a diffusion barrier layer 30 allows for the selection of a 
more aggressive oxygen anneal. 
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Embodiment 5 

In a fifth embodiment according to the invention, a metal 
silicate dielectric is formed by depositing both a metal oxide 
and silicon on the substrate, followed by oxygen annealing. 
This approach sometimes works better than the silicide 
approaches above, since the deposited layer is not in a highly 
reduced (i.e. oxygen deficient) state, at least to the same 
degree as with the silicide intermediary approaches. 

Silicates formed according to this embodiment may be formed 
on a substrate prepared according to Figs. 2, 3, 4, or 5. 

Referring to Fig, 19, a partially reduced metal silicate 
layer 50 may be deposited on a clean Si surface by co-sputtering 
a metal oxide, such as Zr0 2 and elemental Si, to form oxygen- 
deficient zirconium silicate. Alternatively/ artisans may co- 
sputter Hf0 3 and Si, to form oxygen-deficient hafnium silicate. 
Although this zirconium silicate is partially reduced, it may be 
more readily oxidized to a full silicate than zirconium silicide 
may be fully oxidized. * 

For an 8 n wafer, deposition may be completed in a system 
with a base pressure of ~l(T e rorr, an operating pressure of 
-10° Torr, and a separation between the sputter gun and the 
wafer of 16 inches, and the wafer may be rotated to improve 
uniformity. Ar or a mixture of Ar and O a (0 2 -10-50%) is an 
acceptable sputter gas, and the wafer may be maintained at a 
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temperature of 400-500"C during deposition- The RF power 
setting should be low, at about 50-100 watts, to avoid particle 
and defect formation. The Si power settings are not usually as 
important, thus they can be set the same as the ZrO, settings. 
5 As an alternative to sputtering, a partially reduced metal 

silicate layer 50 may be deposited by evaporation from separate 
zirconium oxide and silicon e-beam sources onto a substrate at 
500-600°C, with a net deposition rate on the order of tenths of 
angstroms to a few angstroms per second. The substrate is 
10 preferably rotated to improve uniformity. 

Referring now to Fig ^Sf partially reduced metal silicate 
layer 50 is converted to a silicate layer 52 by oxidation. 
Control of oxidation is critical during this step, as under- 
oxidation will result in decreased resistivity and over- 
15 oxidation may result in decreased capacitance for layer 5 2 (due 
to oxidation of the underlying silicon) . Post-anneals in o, at 
about 400-550° for up to about 30 minutes generally increase 
capacitance while maintaining low leakage current . Anneals at 
higher temperatures or longer times tend to degrade capacitance. 
20 Many oxygen anneal processes are available for this step, such 
as a low temperature O a anneal, with or without ultraviolet 
exposure, or an activated oxygen anneal such as O,, O, with 
ultraviolet exposure, a downstream 0 3 plasma, N 2 Q, or a low 
temperature O a plasma with a DC-biased substrate. As an 
25 approximate example of this last process, a downstream 1500W ECR 
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source operating at 1 mTorr, coupled with -60V DC and 13.56 MHz 
or 300 kHz RF applied to the substrate may be used vhile He 
backside cooling at 80«C is also applied to the substrate. 
Processing time is determined experimentally such that both 
resistivity and dielectric constant lie within an acceptable 
range . 

Generally, a high temperature anneal of silicate layer 52 
is selected to density or crystallize the film after low 
temperature oxidation. For example, the substrate may be 
densified by annealing in Ar for. 20 seconds at 750»C. This 
anneal may be done in either an inert, reducing or an oxidizing 
environment, with a reducing environment particularly useful 
where partially reduced metal. silicate layer 50 was deposited by 
CVD using halogens. If a reducing environment is used, an 
additional low-temperature post-anneal in oxygen may be used to 
improve dielectric properties of silicate layer 52. For 
physical vapor deposited (PVD) dielectrics, an inert or 
oxidizing ambient is generally preferred. As noted in a 
previous embodiment, the presence of a diffusion barrier layer 
30 allows for the selection of a more aggressive oxygen anneal. 
The independent introduction of the metal oxide, such as ZrO,, 
and the silicon allows for direct control of a graded metal-to- 
silicon profile of the silicate dielectric. 

we have found that, for gate dielectrics, it is not 
necessarily desirable to form exactly stoichiometric ZrSiO,. 
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instead, it is sometimes preferable to form slightly Zr-rich or 
Zr-deficient films. Stoichiometric zrSiO. will crystallize more 
easily, but non-stoichioroetric films remain more stable in 
amorphous phases. Further, controlling the Zr-content allows 
control of the dielectric constant, as well as SiO a -like 
interface properties. Oxygen-rich silicates seem to exhibit 
lower leakage currents and better interface properties, because 
a more Sio,-like interface and film improves both. 

in a variation of this embodiment, it is possible to make 
slight changes to the oxygen content of the partially reduced 
metal silicate layer 50. A slightly higher oxygen content can 
be obtained by substituting siO a for the Si in either the 
sputtering or evaporation, processes . This SiO, sputtering will 
form SiO, which will thus provide additional oxygen • beyond the 
zrOj and Si, yet not provide enough oxygen to form 
stoichiometric ZrSi0 4 . 

It is often desirable to form an only slightly reduced 
metal silicate layer. However, sometimes, it may be preferable 
to initially form a more reduced, but not fully reduced metal 
silicate layer 5o. In these instances, the ZrO a can be replaced 
with zr, while the Si is replaced by sio a . The resulting SiO 
provides the silicate with more oxygen than the silicide methods 
described above, but less than the ZrO a /Si method of embodiment 
5. 

Embodiment 6 
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As an alternative to the preceding embodiments, it is 
recognized that some of the deposition steps described may be 
repeated to tailor the composition of a silicate layer. With 
reference to Figs. 17 and 18, for example, layer 46 may form 
only an intermediate layer. For example, one or more monolayers 
of either silicon, metal, or a combination may be deposited 
using the e-beam evaporation method described in Embodiment 4 , 
followed by a short anneal in an oxidizing ambient to produce 
intermediate layer 46. This may then be followed by deposition 
of a second intermediate layer 48 by a similar process, with the 
same or a different composition. Using this method, oxidized 
silicon and oxidized. metal layers can be interleaved in an 
alternating fashion prior to a final anneal. Or, graded 
compositions can be deposited- directly . 
15 The present invention is not limited by the specific 

embodiments described herein. Although a particular substrate 
and type of device have been described herein for clarity, this 
invention has application to si devices generally which modify 
the semiconducting characteristics of an active region using the 
20 field effect of an overlying conductive region. Various other 
combinations of the described steps may be used to produce 
silicate gate dielectrics, and such are intended to fall within 
the scope of this invention. 



Page 27 o f. 33 - 



(39) 



»«W 1 1 - 1 3 5 7 7 4 



WHAT IS CLAIMED IS: 

1. A method of fabricating a field-effect device on an 
integrated circuit , comprising the steps of: 

providing a single-crystal silicon substrate; 

forming a metal silicate dielectric layer on the substrate; 

and - 

forming a conductive gate overlying the metal silicate 
dielectric layer. 

2. The method of claim 1, wherein the forming a metal silicate 
dielectric layer step comprises s 

exposing a clean Si surface on the substrate; 

depositing a first metal on the Si surface; 

annealing -the substrate in an inert ambient , thereby 
forming a layer of a silicide of the first metal on the 
substrate; 

oxidizing the layer of a silicide of the first metal/ 
thereby forming the metal silicate dielectric layer. 
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3. The method of claim 1, wherein the forming a metal silicate 

dielectric layer step comprises s 

depositing a first metal and silicon on the substrate in an 
oxidizing ambient, thereby forming an at least partially 
5 oxidized layer on the substrate; and 

annealing the substrate in an oxidizing ambient. 

4. The method of claim 3, wherein the depositing a first metal 
and silicon step comprises sputtering material from a target 

10 comprised of the first metal and silicon onto the substrate. 

5. The method of claim 3, wherein the depositing a first metal 
and silicon step comprises evaporating the first metal and 
silicon from a common source. 



15 



6. The method of claim 3, wherein the depositing a first metal 
and silicon step comprises simultaneously evaporating the first 
metal and silicon from separate sources. 
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7. The method of claim 1, wherein the forming a metal silicate 

dielectric layer step comprises: 

exposing a clean Si surface on the substrate; and 
depositing a partially reduced metal silicate layer on the 
5. Si surface; and 

annealing the partially reduced metal silicate layer 

substrate in oxygen, thereby forming the metal silicate 

dielectric layer. 

10 8.. The method of claim 7 f wherein the depositing a partially 
reduced metal silicate layer on the Si surface comprises 
simultaneous physical vapor deposition of a metal oxide and 
silicon. 

15 9. The method of claim 7, wherein the depositing a partially 
reduced metal silicate layer on the Si surface comprises 
simultaneous physical vapor deposition of silicon and an oxide 
selected from the group consisting of zirconium oxide, hafnium 
oxide, and mixtures thereof. 
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10. An integrated circuit: having a field effect device 
fabricated thereon, the field effect device comprising: 

a single-crystal silicon semiconducting channel region; 
a metal silicate gate dielectric overlying the channel 
5 region, 

wherein the metal silicate is selected from the group 
consisting of zirconium silicate, barium silicate , cerium 
silicate, zinc silicate, thorium silicate, bismuth silicate, 
hafnium silicate, lanthanum silicate, tantalum silicate, and 
10 combinations thereof; and 

a conductive gate overlying the gate dielectric. 
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1 Abst.r£.ct 

HIGH PERMimVJTX GATE DIELECTRIC 

ABSTRACT OF THE IHVENTIOH 

A field effect semiconductor device comprising a high 
permittivity silicate gate dielectric and a method of forming 
the same are disclosed herein. The device comprises a silicon 
substrate 20 having a semiconducting channel region 24 formed 
therein. A metal silicate gate dielectric layer 36 is formed 
over this substrate, followed by a conductive gate 38. silicate 
layer 36 may be, e.g., hafnium silicate, such that the 
dielectric constant of the gate dielectric is significantly 
higher than the dielectric constant of silicon dioxide. However, 
the silicate gate dielectric may also be designed to have the 
advantages Df silicon dioxide, e.g. high breakdown, low 
interface state density, and high stability- 

Z Bepresentative Drawing 



